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The outlet end, being tapered, has no rubber stopper at 7,
so that the bubble tube 8 is connected with the outlet of the*
evolution tube with a short piece of rubber tubing. A rubber

PHOTO No. 5.

stopper at this point is unsatisfactory, and practically out of
the question, as it gives more, or less sulphur. It was found
important to avoid all cooling at the outlet, as low results wercs
obtained when the outlet end was kept cold with wet wrappings.
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DRAWING No. 3.

For this reason this end is allowed to get quite warm, but not
hot enough to cause the rubber tube connecting with 8 to give*
up sulphur in the 'form of EfoS. All cooling devices .must fc>o
omitted from 7 and are not needed at 5, unless a quartz tul>C5